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(57) Abstract: The present invention relates to a hydrogel composition for transdermal drug delivery, more specifically to a hydrogel 
O composition for transdermal drug delivery containing acrylate polymers like acrylic acid polymer, methacrylic acid polymer, alkyi 
J> aciylate polymer, alkyI methacrylate polymer or copolymers thereof as compatibilizers which enable both hydrophilic and lipophilic 
^ permeation enhancers to be applicable in the hydrogel composition in order to effectively control skin penetration of drugs. 
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HYDROGEL COMPOSITION FOR TRANSDERMAL DRUG DELIVERY 

FIELD OF THE INVENTION 

The present invention relates to a hydrogel composition for transdermal 
5 drug delivery and more specifically, to a hydrogel composition for 
transdermal drug delivery comprising a hydrophilic polymer base, a drug, a 
lipophilic permeation enhancer and a compatibilizer consisting essentially of 
an acrylate polymer which compatibUizes the lipophilic component, i.e. the 
enhancer, witin. the hydrophilic polymer base and which renders a uniform 

10 composition which is thermodynamically stable. The acrylate polymers such 
as acrylic acid polymers, methacrylic acid polymers, alkyl acrylate polymers, 
alkyl methacrylate poljnners or copolymers tiiereof fmiction as compatibilizers 
in this invention which enables both the hydropl-iilic and lipopHlic 
components to be uniformly mixed in a hydrogel composition thereby 

15 providing for effective drug delivery. 

BACKGROUND OF THE INVENTION 

Transdermal drug delivery has many advantages over oral or injection 
means for administering drugs into the body such as efficiency and easiness of 

20 control of drug release and administration. Transdermal delivery of various 
drugs is well known in the art of drug delivery. However, not all drugs can 
be applied as a transdermal drug delivery system because most of the drugs 
caraiot effectively penetrate tlie skin. Therefore, the skin-penetration of drugs 
has to be increased by alteruig the physical and chemical properties of the skin 

25 keratotic layer or subcutaneous fat layer by decreasing the diffusional 
resistance through reversible damage or increasing the solubility of the drugs 
in the skin in order to obtain enough skin-penetration for the drug to be 
effective. Additives performing these actions can be collectively referred to as 
permeation enhancers. 

30 Generally, a polymer base is used for the transderaial delivery of drugs, 

as a solvent for tiie drugs and the skin permeation enhancers. A polymer base 
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should have sxifficient mechanical strength, elasticity and adhesion to skin to 
be used as transdermal base. Much research has been undertaken to obtain 
these physical properties. For example, Okabe discloses a polymer base 
containing a water-soluble preparation, polyacrylamide gel. A gel including 

5 multivalent metal salt in polyacrylic acid or its salt [Japanese Patent 
Publication No. 3-167117], and gel including monomers having sulfonic acid 
groups [Japanese Patent Publication No. 4-91021] are also known. However, 
those water-soluble preparations are easily dissociated and since most of 
proteins liave positive or negative charges at above or below their isoelectric 

10 point, there is a problem of the drug being bonded to the dissociated 
preparation. 

Hydrogel patches for transdermal delivery of drugs are also known in 
the art. These patches typically include an inert, inapervious backirig layer, 
an adhesive layer containing a polymer base and the drug, optioruil selected 

15 excipients, and a release liner tiiat is peeled off and discarded before applying 
the patch to the skin. Suitable polymer bases may be one or more members 
selected from the group consisting of polyvinyl alcohol and polyvmyl 
pyrrolidone, maleic anhydride/ vinyl ether copolymer, gelatin, alginate, 
hydroxyethyl methacrylate, cargeenane, hydroxyethyl cellulose, silicone 

20 rubber, agar, hydroxypropyl cellulose, hydroxypropylmethyl cellulose, metliyl 
cellulose, carboxyvinyl copolymer, polyethylene oxide, polyetliylene glycol, 
polyacryl amide, polyhydroxyethyi methacrylate, polydioxolane, polyacrylic 
acid, polyacryl acetate, polyacryl amide and polyvinyl chloride may be used. 
Preferred are polyvinyl alcohol, polyvinyl pyrrolidone, maleic 

25 anhydride/ vinyl ether copolymer and hydroxyethyl cellulose. The drug and 
selected excipients, if any, are directly incorporated into the hydrophilic 
polymer solution and then mixed to give a hydrogel composition containing 
the drug and excipients. See, for example, Makoto Haga et al., Lecture 
Summary of tim 112"' Conference of The Phannaceuticnl Society of Japan, 4, 52(1992)], 

30 Riviere J. E. et al., /. Plmnn. Sci., 81(6), 504(1992), Banga A. K. et al., Pliann. Res., 
10(5), 697(1993), Japanese Patent Publication No. 3-193057. However, these 
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gels exhibit poor adhesion to skin. 

Japanese Patent Publication No. 5-230313 discloses a gel obtained by 
iTiixing highly water-absorptive or hydrophUic polymer with polyvinyl alcohol. 
Though this gel has sufficient adhesion, it has poor mechanical strength and 
5 thus it is difficult to form the gel. There have been attempts to increase the 
crosslinking density by adding a crosslinking agent, like gluteildehyde, or by 
irradiation in order to increase the mechanical strength. Although this method 
improves the mechanical strength to some degree, the water content and 
adhesiveness of the gel decrease so that it is no longer suitable to be used as 

10 transdermal poljnner base. 

US Patent No. 4,593,053 discloses a hydrophilic gel matrix comprising a 
polar plasticizer and a hydrophilic gel matrix of polyvmyl pyrrolidone and 
polyvinyl alcohol. US Patent No. 5,082,663 discloses a water-soluble polymer 
gel of carboxymethyl cellulose including moisturizers like glycerol, sorbitol, 

15 propylene glycol and l^-butanediol. However, since these polymer gel 
matrices are water-soluble or hydrophilic, the permeation enhancers and the 
drugs used are limited to tliose that are water-soluble or hydrophilic. Since the 
skin layer like the keratotic layer or the subcutaneous fat, which functions as 
the greatest penetration barrier for most of drugs, is lipophilic or sub-lipophilic, 

20 it is well known that a siifficient penetration rate cannot be obtained with 
hydrophilic or water-soluble permeation enhancer only. In addition, most of 
conventional hydrogel compostions suffer the drawback of being unstable 
with respect to the water and humectant included therein. In otlier words, 
these preparations tend to synerese, i.e. to exclude the liquid, water 

25 component of the gel. 

Accordingly, a technique of preparing an imiform, stable, hydrogel 
composition for transdermal drug delivery, wMch includes both a hydrophiUc 
component, i.e. a hydrophilic polymer base, and lipophilic substances, i.e. 
permeation enhancers, is needed. 

30 

SUMMARY OF THE INVENTION 



wo 01/87276 PCT/KROl/00783 
4 

The present invention provides a stable hydrophilic polymer 
preparation which iiicludes both hydrophilic and lipophilic substcuices as 
permeation enhancers in order to effectively deliver drugs trai-^dermally. 
Briefly, in one aspect, the invention relates to an improved traiisdermal drug 
5 delivery composition comprising a hydrophilic polymer base, a drug, a 
lipophilic permeation enhancer and a compatibilizer consisting essentieilly of 
an acrylate polymer which compatibilizes the lipopliilic component, i.e. the 
enhancer, with the hydrophilic polymer base and which renders a uniform 
composition which is thermodynamically stable. The hydropMic polymer 

10 base affects the mechanical strength, elasticity and adhesive properties and can 
be one or more hydrophUic polymers selected from the group consisting of 
polyvinyl alcohol, polyvinyl pyrroUdone, maleic anliydride/ vinyl ether 
copolymer, gelatin, alginate, hydroxyetliyl methacrylate, carrageenan, 
hydroxyethyl cellulose, silicone rubber, agar, hydroxypropyl cellulose, 

15 hydrox5rpropylmeth.yl cellulose, methyl celliilose, carboxyvinyl copolymer, 
polyethylene oxide, polyethylene glycol, polyacryl eimide, polyhydroxyethyl 
methacrylate, polydioxolaine, polyacrylic acid, polyacryl acetate, polyacryl 
Eimide and polyvinyl chloride. Tl\e acrylate polymer used as the 
compatibilizer can be a polymer of alkyl acrylate, alkyl methacrylate, acrylic 

20 acid, metliacrylic acid or acrylate, or a copolymer thereof. The more 
preferable acrylate polymer is a copolymer comprising a 1:2 ratio of metliyl 
methacrylate and ethyl acrylate or a copolymer comprising a 1:1 ratio of 
metiiacrylic acid and ethyl acrylate. The content of the acrylate polymer used 
as the compatibilizer in the present invention is within the range of O.l-lOwt.%, 

25 and is preferably 2-8wt.%, of the entire composition. 

The present invention also provides methods of preparing an 
improved stable hydrogel composition for transdermal drug delivery which 
contains botii a hydrophilic polymer base and lipophiUc penetration enhancers. 
Also provided is a metiaod to compatibilize a hydrophilic polymer base and 

30 lipophilic components in order to make a drug delivery preparation that is 
uniform and stable, thus overcoming the problems exhibited by current 



wo 01/87276 



PCT/KROl/00783 



preparations. 

Brief Description of the Drawings 

FIG. 1 is a schematic diagram of a matrix-type transdermal patch 
5 according to the present iiivention. <Notation of Drawings> 
1: hnpenetrable base 

2: Polymer base including effective drug and permeation enhancer 
3: Protection film to be removed before use 

FIG. 2 represents the time-course acctunulated penetration of 
10 buprenorphine hydrochloric acid salt penetrating the skin of a hairless mouse 
from a hydrogel matrix containing a lipopliilic permeation enhancer and from 
a liydrogel matrix not containing a lipophilic permeation enhancer. 

FIG. 3 represents the time-com-se of the weight change of a mati-ix 
caused by leaching of the lipophilic component from a hydrogel mati-ix that 
15 includes an acrylate polymer and a hydrogel matrix tiiat does not includes an 
acrylate polymer as the compatibilizer. 

Detailed Description of the Invention 

Before the present composition and method of use thereof for 
20 transdermal delivery of pharmaceutical agents are disclosed and described, it 
is to be understood that this invention is not limited to the particular 
configurations, ' process steps, and materials disclosed herein as sucli 
configurations, process steps, and materials may vary somewhat. It is also to 
be understood that the terminology employed herein is used for the purpose 
25 of describing particular embodiments only and is not intended to be limiting 
since tiie scope of the present invention will be limited only by tiie appended 
claims and equivalents thereof. 

It must be noted that, as used in this specification and the appended 
claims, the singular forms "a," "an," and "the" include plural referents unless 
30 the context clearly dictates otherwise. Thus, for example, reference to a 
composition for delivering "a drug" includes reference to two or more of such 
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drugs, reference to "an adhesive" includes reference to one or more of such 
adhesives, and reference to "a permeation enhancer" includes reference to two 
or more of such permeation enhancers. 

In describing and claiming the present invention, the following 
5 terminology will be used in accordance with the definitions set out below. 

As used herein, "effective amount" means an amount of a drug or 
pharmacologically active agent that is nontoxic but sufficient to provide the 
desired local or systemic effect and performance at a reasonable benefit/ risk 
ratio attending any medical treatment. An effective amount of a permeation 

10 enhancer as used herein means an amount selected so as to provide the 
desired increase in skin permeability and, correspondingly, the desired depth 
of penetration, rate of administration, and amount of drug delivered. 

As used herein, "transdermal" refers to delivery of a drug through the 
skin or inucosa and dius includes ti-ansmucosal delivery. Similarly, "skin" is 

15 meant to include mucosa. 

As used herein, "drug," "pharmaceutical agent," "pharmacologically 
active agent," or any other similar term means any chemical or biological 
material or compound suitable for transdermal administration by the methods 
previously known in the art and/ or by the methods taught in the present 

20 invention that induces a desired biological or pharmacological effect, which 
can include but is not limited to (1) having a prophylactic effect on the 
organism and preventing an undesu-ed biological effect such as preventing an 
infection, (2) alleviating a condition caused by a disease, for example, 
alleviating pain or inflammation caused as a result of disease, and/ or (3) eitiier 

25 alleviating, reducing, or completely eliminating tiie disease from the organism. 
The effect can be local, such as providing for a local anaesthetic effect, or it can 
be systemic. This invention is not drawn to novel drugs or new classes of 
active agents. Rather it is limited to the mode of delivery of agents or drugs 
that exist in the state of the art or that may later be established as active agents 

30 and that are suitable for delivery by the present invention. Such substances 
mclude broad classes of compounds normally delivered into the body. 
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including through body surfaces and membranes, including skin. In general, 
tliis includes but is not limited to: antiinfectives such as antibiotics and 
antiviral agents; analgesics and analgesic combinations; anorexics; 
antiheliTiinthics; antiarthritics; antiastl\matic agents; anticonvulsants; 
5 antidepressants; antidiabetic agents; antidiarrheals; antihistamines; 
antiinflammatory agents; antimigraine preparations; antinauseants; 
antineoplastics; antiparkinsonism drugs; antipruritics; antipsychotics; 
antipyretics; antispasmodics; anticholinergics; sympathomimetics; xanthine 
derivatives; cardiovascular preparations including potassium and calcium 

10 channel blockers, beta-blockers, alpha-blockers, and antiarrhythmics; 
antihypertensives; diuretics and antidim-etics; vasodilators including general 
coronary, peripheral, and cerebral; central nervous system stimulants; 
vasoconstrictors; cough and cold preparations, including decongestants; 
hormones such as estradiol and otiier steroids, including corticosteroids; 

15 hypnotics; immunosuppressives; muscle relaxants; pareisympatholytics; 
psychostimulants; sedatives; and tranquilizers. By the method of tiie present 
invention, ionized drugs can be delivered, as can drugs of either high or low- 
molecular weight. 

As used herein, "permeation enhancer," "penetration enhancer," 

20 "chemical enhancer," or similar terms refer to compounds and mixtures of 
compounds that enhance the flux of a drug across the skin. The flux can be 
increased by changing either the resistance (the diffusion coefficient) or the 
driving force (the gi-adient for diffusion). 

Qiemical enliancers are comprised of two primary categories of 

25 components, i.e., cell-envelope disordering compounds and solvents, or binary 
systems containing both cell-envelope disordering compounds and solvents. 
The latter are well known in the art, e.g. U.S. Patent Nos. 4,863,970 and 
4,537,776, incorporated herein by reference. 

Cell envelope disordering compounds are known in. the art as being useful in 
30 topical pharmaceutical preparations. These compounds are tliought to assist 
in skin penetration by disordering the lipid structure of the cell-envelopes of 
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cells in the stratum corneum. A comprehensive list of these compounds is 
described in European Patent Application 43,738, published Jime 13, 1982, 
which is incorporated herein by reference. Examples of cell envelope 
disordering compounds that can be used as enliancers, without limitation, 
5 include saturated and unsaturated fatty acids and their esters, alcohols, 
monoglycerides, acetates, diethanolamides, and N,N-dimethylamides such as 
oleic add, propyl oleate, isopropyl myristate, glycerol monooleate, glycerol 
monolaurate, methyl laurate, lauryl alcohol, lauiamide diethanolamide, and 
mixtures thereof. Saturated and unsaturated sorbitan esters, such as sorbitan 
10 monooleate and sorbitan monolaurate, can also be used. It is believed that 
any cell eiivelope disordering compotmd is useful for the purposes of this 
invention. 

Suitable solvents include water; diols, such as propylene glycol and 
glycerol; mono-alcohols, such as ethanol, propanol, and higher alcohols; 
15 DMSO; dimethylformamide; N,N-dimethylacetamide; 2-pyrrolidone; 
N-(2-hydroxyethyl) pyrrolidone, N-methylpyrrolidone, 

l-dodecylazacycloheptan-2-one and other 

n-substituted-alkyl-azacycloalkyl-2-ones (azones) and the like. 

20 The present invention is based on the discovery that a stable hydrogel 

composition can be formulated for toansdermal deUvery of drugs, wherein an 
acrylate polymer is used as a compatibUizer which compatibilizes tlie 
Upopliilic component, i.e. the enhancer, with the hydropliilic polymer base and 
which renders a uniform composition which is thermodynamically stable. 

25 One embodiment of the present invention is characterized by a 

transdermal hydrogel composition comprising a hydrophilic polymer base, a 
drug, a lipophilic permeation enlaancer and a compatibilizer consistir^g 
essentially of an acrylate polymer which compatibilizes the lipopliilic 
component, i.e. the enhancer, with the hydrophilic polymer base and which 

30 renders a uniform composition which is thermodjniamically stable. 

In detail, the transdermal hydrogel composition of the present 
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invention comprises: 

(1) a hydropMic polymer base; 

(2) an effective amount of a pharmacologically active drug ; 

(3) a lipophilic permeation enhancer; 

5 (4) an acrylate polymer elected from the group consisting of alkyl 

acrylate, alkyl methacrylate, acrylic acid, methacrylic acid or copolymer 
thereof, which functions as a compatibUizer to enable said lipophilic 
permeation enhancer to be contained homogeneously and stably in said 
hydrophilic polymer base; and 
10 (5) water as a solvent. 

The hydropliilic polymer base affects the mechanical strengtii, 
elasticity and adhesiveness of the transdermal drug delivery system. Suitable 
hydrophilic polymers of the present invention can be one or more members 

15 selected from the group consisting of polyvinyl alcohol, polyvinyl pyrrolidone, 
maleic anhydride/ vinyl ether copolymer, gelatin, alginate, hydroxy ethyl 
methacrylate, cargeenane, hydroxyethyl cellulose, silicone rubber, agar, 
hydroxypropyl cellulose, hydroxypropylmethyl cellulose, methyl cellulose, 
carboxyvinyl copolymer, polyethylene oxide, polyethylene glycol, polyacryl 

20 amide, polyhydroxyetiiyl methacrylate, polydiorganosiloxane, polyacrylic acid, 
polyacryl acetate, polyacryl amide and polyvinyl chloride. Preferred 
hydroplulic polymers are selected from the group consisting of polyvinyl 
alcohol, polyvinyl pyrroUdone, maleic anhydride/ vinyl ether copolymer and 
hydroxyethyl cellulose. 

25 The adhesiveness to the skin of the hydrophilic pol5mn.er base may be 

controlled through the selection of said polymers. The adhesive property 
means viscoelasticity which maintains semipermanent adhesion to most of the 
bases even under very low pressure. The hydrophilic polymer base in the 
present invention may have enough adhesiveness property by itself or it may 

30 function as a pressure sensitive adhesive, or be combined with additional 
adhesives, plasticizers or other additives. 
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It is particularly preferred, in terms of adhesion, to use a mixture of 
polyvinyl alcohol and polyvinyl pyrrolidone as the hydropMic polymer base, 
in the range of 2-30wt.% of polyvinyl alcohol and 2-20wt.% of polyvinyl 
pyrrolidone based on the weight of the transdermal hydrogel composition, 
5 and more preferably in the range of 6-15wt.% of polyvinyl alcohol and 
4-15wt.% of polyvinyl pyrrolidone. 

When the polyvinyl alcohol content is too low, physical properties like 
the mechanical strength of the matrix worsen. However, if the polyvinyl 
alcohol content is too high, it is difficult to contain in the matrix the desu-ed 

10 amount of drug, enhancer and otiier fillers due to an increase of solid particles 
in the base. Furthermore, the ftexibiUty or adhesiveness of the matrix also 
worsens. Wlaen the polyvinyl pyrrolidone content is too low, the 
adhesiveness of the matrix worsens and the solubility of drugs in the 
composition decreases because the polymer functions as auxiliary solvent to 

15 die drug. If the polyvinyl pyrrolidone content is too high, the 
manufacturing process becomes difficult due to an increase in viscosity and 
decrease in the relative content of fillers like permeation enhancers. 

Maleic anhydride/ vinyl ether copolymer and/ or hydroxyethyl 
cellulose may be used additionally in the mixture of polyvinyl alcohol and 

20 polyvinyl pyrrolidone. Preferably, 0.1-15wt.%, more preferably 3-10wt.%, of 
hydroxyethyl cellulose and/ or 0.1-20wt.%, more preferably 0.2-10wt.%, of 
maleic anhydride/ vinyl ether copolymer, are used additionally. Hydroxyethyl 
cellulose is known to increase the cohesion of the base and to have an effect of 
decreasing of skin irritation. However, if the hydroxyethyl cellulose content 

25 is high, the manufacturing process becomes difficult due to an increase in 
viscosity and decrease in the relative content of fillers like permeation 
enhancers. Maleic anhydride/vinyl ether copolymer even in small amount can 
improve physical properties like adhesion and mechanical strength of the 
mati-ix. However, excessive maleic anhydride/ vinyl may increase the 

30 viscosity or delay the release of the drug. 

The permeation enlaancer of the present invention functions by various 
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mechanisms, such as by increasing the solubility and diffusion of the drug, 
changing tlie water-keeping capacity of the keratotic layer, softening the skin, 
increasing skin permeability, changing the interfacial state of the skin, or 
functioning as a hair follicle opener. The permeation enhancer of the present 
5 invention may work by more than one mechanism but its fundamental 
function is to increase permeability of the drug through the skin. 

For the permeation enhancer, bipliilic or lipophilic permeation 
enhancers, such as hydrophHic permeation enhancers like C3-C4 diols or C2-C3 
alcohols, Cs-Cis saturated or tmsaturated fatty acidS/ Cs-Cig saturated or 
10 unsaturated fatty alcohols, C2-C4 alkane diols, Cs-Cis fatty acid esters, fatty 
alcohol ethers, Cg-Cis saturated or unsaturated fatty acids, esters of C1-C4 
alcohol or terpene compoxinds, may be used at less than 65wt.% of tlie total 
composition. 

Examples of permeation enliancers are polyalcohols like propylene 

15 glycol, dipropylene glycol and polyethylene glycol, oils like olive oil, squalene 
and lanolin, fatty alcohol ethers like cetyl ether and oleyl ether, polyetliylene 
glycol ether which increases the solubility of a drug, fatty acid esters like 
isopropyl myristate or fatty alcohols like oleyl alcohol that increase the 
diffusion of a drug, urea or urea derivatives like allantoin that affect the 

20 water-keeping capacity of the keratin in skin tissue, polar solvents like 
dimethyl decyl phosphoxide, methyl octyl sulfoxide, dimethyl lauryl amide, 
dodecyl pyrrolidone, isosorbitol, dimethyl acetonide, dimethyl sulfoxide, 
decyl methyl sulfoxide and dimethyl formamide that affect the penetration 
properties of keratin, keratui softeners like salicylic acid, peneti-ation adjuvmits 

25 like amino acids, liair follicle openers like benzyl nicotinate and 
high-molecular fatty acid surfactants like lauryl sulfate which change the 
status of administered drug and skin siurface. 

In particular, auxiliary solvents may be added to drugs and drug 
polymers which are hardly soluble in a hydrophUic system. In the present 

30 invention, auxiliary solvents like lecithin, retinal derivatives, tocopherol, 
dipropylene glycol, triacetin, propylene glycol, saturated or unsaturated fatty 
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acid, mineral oil, silicone fluid and butylbenzyl phthalate may be used. 

For another fimctioning agents, oleic acid, linoleic acid, ascorbic acid, 
panthenol, butylated hydroxytoluene, tocopherol, tocopheryl acetated, 
tocopheryl linolate, propyl oleate, isopropyl palmitate, oleamide and 
5 polyoxyethylene (4) lauryl ether, polyoxyethylene (2) oleyl ether and 
polyoxyetliylene (10) oleyl ether and polysorbate 20 marketed by ICI America 
s trade mark Brij™ 30, 93, 97 and Tween™ 20 may be used additionally. 

Though the mechanisms of said permeation enhancer, auxiliary solvent 
and otitier functioning agents are different, they may be classified as 

10 permeation enhancers because they facilitate skin penetration of drugs 
through tlae skin. These permeation enliancers can be classified as hydropliilic, 
lipophilic or biphilic according to their properties. Most of the permeation 
enliancers, except for hydrophilic skin-penetration facilitators with 
hydropliilic gi-oups and few carbon atoms like C3-C4 diols or C2-C3 alcohols, 

15 may be classified as lipophilic or biphilic. Specific examples of permeation 
enhancers are hydropliilic compounds selected from propylene glycol, 
glycerol, ethanol, isopropyl alcohol, dimethylsulfoxide and n-methyl 
pyrrolidone; and one or more lipophilic compounds selected from the group 
consisting of latuyl alcohol, propylene glycol monolaurate, lauroglycol, 

20 isopropyl myristate, triacetin, nonanol, oleyl alcohol, linoleyl alcohol, methyl 
laurate, glycerol monolaurate and glycerol monooleate. 

Permeation enhancerd to be used in the present invention includes said 
known compounds, and its specific examples and more details are described 
in Phnrm. Tech., 1990 Sept., 132-136; Pharm. Tech., 1990 Oct., 54-60; Pharm. Tech., 

25 1993 March, 72-98; Pliarm. Tech., 1993 Apr., 62-90; and PMrm. Tech., 1993 May, 
68-76. 

In the polymer hydrogel composition of the present invention, other 
fimctioning agents knovm to facilitate transdermal delivery of drugs may 
additionally be included. 
30 In the pi-esent invention, compatibilizers like alkyl acrylate, alkyl 

methacrylate, acrylic acid, methacrylic acid or acrylate copolymer thereof. 
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preferably having average molecular weight within the range of 50KD to 5000 
KD, more preferably lOOKD to 1000 KD, are used to compatibilize the 
hydrophobic or lipopliilic permeation enhancers in the hydrophilic base 
composition. It is preferable to use an acrylate polymer expressed by the 
5 following Formula (1), 



9 — CHa- 



(1) 



whei-ein Ri and R2 may be identical or different and represent a hydrogen 
atom or Ci-Cs alkyl; and n represents the number of repeated units (uiside the 
bracket) and is an integer between 500 to 50,000. In said aayiate polymer 
expressed by Formula (1), Ri is preferred to be a hydrogen atom or methyl 
group; and Rz a methyl or ethyl group. 

The more preferable copol5niier comprising a 1:2 ratio of methyl 
methacrylate and ethyl acrylate expressed by the following Formula (la) or a 
copolymer comprising a 1:1 ratio of methacryhc acid and ethyl acrylate 
expressed by the following Formtila (lb). 



•CH2-C — 



H2-C 



(la) 



wherein the ratio of n':m' is 1:2, n' is an integer between 200 to 10,000 and m' is 

an integer between 400 to 20,000. 



CH3 
■CH2-C — 



CH2-C- 



c=o 

C2H5. 



(lb) 
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wherein the ratio of n":in." is 1:1, and n" and m" is an integer between 300 to 

10,000. 

5 For the compound expressed by Formula (la), polymethacrylate 

compounds marketed as Eudragit™ series by Rohm Pharma (Germany) were 
used; and for the compound expressed by Formula (lb), polymethaciylate 
compounds marketed as Kollicoat™ series by BASF (USA) were used, in. the 
Examples of the present invention. 

10 The acrylate pol3Tner used as the compatibilizer in Hxe present 

invention O.l-lOwt.%, preferably 2-8wt.%, of the entire transdermal hydrogel 
composition. If the compatibilizer content included in the transdermal 
hydrogel composition is too low, the lipopMic component may be syneresed 
due to poor compatibility; otherwise if the content is too high, physical 

\ 5 properties like the mechanical strength of the matrix may worsen. 

The effective drug contained in ihe transdermal hydrogel composition 
according to the present invention is pharmacologically or physiologically 
active for treatment or prevention, and provides a targeted effect when 
delivered to the body. More specifically, any drug that induces a local or 

20 general pharmacological effect for treatment, diagnosis or prevention in plants 
or animals is regarded to belong to the scope of the present invention. 
Bioactive drugs like insecticide, pesticides, stmscreens and cosmetics are 
included in the effective drug list of the present invention. The effective drug 
is used solely or may be mixed with another effective drug for the prevention, 

25 fa-eatment, diagnosis or remedy of diseases or syndromes. 

The effective drug is tised in a pharmacologically effective amotmt. 
This amoimt means the concentration of a drug that enables a targeted amount 
of the drug to penetrate the skin with a zero-order penetration rate during the 
administi-ation period of the drug. This concentration is determined by many 

30 parameters including the kind of drug, tlie administration period of each unit, 
flow rate of the drug in the system and otliers. The required amoimt of 
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effective drug may be determined empirically from the flow rate of the drug 
and the permeation enliancer used to penetrate the skin. If the required flow- 
rate is determined, a transdermal administration system is designed to have at 
least the same release rate with the required flow rate. Of course, tlie surface 
5 area of the transdermal administration system affects the release of tlie drug 
firom the system. The skin-penetration rate means the rate of drug penetrating 
the skin. This rate may or may not be affected by the release rate of drug from 
the carrier, as is known in the field of the related art. 

The effective drug and mixtures thereof in the present invention can be 

10 provided in various forms for optimal drug delivery. Accordingly, the drug 
may exist as a free-base, acid, salt, ester, or other pharmacologically available 
derivative forms or molecular complexes. 

Various thickeners, fillers or other additives known to be useful for the 
transdermal drug delivery system may be added to the transdermal hydrogel 

13 composition according to the present invention. For example, addition of 
materials hke clay that absorbs water into the composition, is known to 
increase the adhesive properties without reducing the drug delivery rate. 
Examples of the clay are kaolinites like vaolinite, aiiarchsite, dickite and 
nacrite, montomorillonites like montmorillonite, bentonite, verdelite and 

20 montronite, illites/muscobites like illite and glauconite, chlorites and 
polygorsites like attaptilgite, halloysite, metaboloysite, aUophane and 
aluminum silicate clay. 

Also, antiseptics can be included in the composition of the present 
invention. Examples of antiseptic are sodium azide, aminoethyl sulfonic acid, 

25 benzoic acid, sodivun benzoate, sodiimi edetate, cetylpyridinum chloride, 
benzalkonium chloride, benzetonium chloride, sodium sulfate anhydride, 
isobutyl p-oxybenzoate, isopropyl p-oxybenzoate and methyl p-oxybenzoate. 

The transdenrial hydrogel base composition of the present inviention 
ccin be used as the adhesive part of any transdermal delivery system or in a 

30 mati-ix type apparatus comprising an adhesive monolayer. FIG. 1 is a typical 
schematic diagram of a matrb< type transdermal admii-ustration apparatus 
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comprising an impenetrable base 1, a polymer base 2 including the drug and 
enhancer, and a protection film 3 to be removed before use. The hydrogel base 
composition of the present invention can be used as the polymer base 2. Also, 
the hydrogel base composition of the present invention may be used by 
5 adhering it to a common auxiliary base, such as an impenetrable support 1. 
For the common auxiliary base, a plastic sheet like polyethylene, 
polypropylene, an ethylene/vinyl acetate copolymer, vinylon, polyester, 
polyurethane and nylon, a nonwoven fabric like rayon and polyester, a woven 
fabric like acryl, silk or cotton and a composite layer of these supports may be 
10 used. 

Hereimder is given a more detailed description of the present 
invention using examples and comparative examples. However, it should 
not be construed as limiting the scope of the present invention. 

15 

Comparative Examples 1 & 2 

In Comparative Example 1, a transdermal drug delivery matrix 
including a hydrophobic permeation enhancer was prepared as foUows. In a 
suitable container, a predetermined amount of buprenorphine hydrochloric 

20 acid salt, propylene glycol, triacetin, ethanol, lauryl alcohol, glycerol and pure 
water were added and stirred until the mixture became completely uniform. A 
predetermined amount of hydroxyetliyl cellulose (number-average molecular 
weight (Mn): 250,000), and polyvinyl pyrrolidone was tlien added, dissolved 
uniformly then followed by addition of a polyvinyl alcohol (degree of 

25 polymerization: 500-2,000) aqueous solution and then mixed uniformly, the 
mixture was then cooled for about lOhr in a 4-10°C refrigerator. 

In Comparative Example 2, a matrbc not containing a hydrophobic 
permeation enhancer was prepared \he same way as described in Comparative 
Example 1 except that no tiiacetin or lauryl alcohol was added. The 

30 composition of Comparative Examples 1 & 2 is shown in Table 1. 
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Table! 



Composition 


Content (wt%) 


Example 1 


Comparative 
Example 2 


Buprenorphine Hydrochloric Acid Salt 


2.0 


2.0 


Propylene Glycol 


19.0 


24.0 


Triacetln (Glycerol Triacetate) 


8.5 


- 


Ethanol 


14.0 


12.0 


Lauryl Alcohol 


0 5 




Glycerol 


4.0 


4.0 


Ptire Water 


14.0 


20.0 


Hydroxyethyl Cellulose (Mn: 250,000) 


4.0 


4.0 


PoljATinyl Pyrrolidine (Collidon 90*) 


10.0 


10.0 


25% Polyvinyl Alcohol Solution (degree 
of polymerization: 500-2,000) 


24.0 


24.0 


Total 


100.0 


100 



The skin-peneti-ation test of the drug for the matrices prepared from 
Comparative Examples 1 & 2 were performed as follows. The receptor phase 

5 of a Franz Cell was filled with pure water and maintained at 32±0.5°C . The 
back skin of a male hairless mouse was removed and stabilized for Ihr before 
the experiment. After cutting the prepared matrix according to the donor cell 
size, SOOm-L of sample was taken from the cell after 2, 4, 8, 18, 24, 48 and 72hr, 
and quantitative analysis was performed using liquid chromatography. The 

1 0 results are shown in FIG. 2 and Table 2. 
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Table 2 



Items 


Comparative Example 1 


Comparative Example 2 


Drug Penetration Rate 
(Fltix; lag/cmVhi") 


18.49 


1.76 


Retardation Time (hr) 


1.19 


0.50 



In Comparative Example 1 wherein a lipophilic permeation enliancer 
was used, the skin-penetration rate was about 10 times higher than that of 
5 Comparative Example 2. Though the retardation time of Comparative 
Example 2 appeared to be short, the retardation time itself was not of great 
significance because the penetration rate, and hence the penetration amount, 
was not as great as is shown in FIG. 2. However, the hydrophobic 
permeation enhancer (triacetin and lauryl alcohol) used in Comparative 
10 Example 1 was syneresed with time due to the low compatibility between the 
lipopliilic component and the hydrophilic base. 

Tlae composition of the present invention overcomes this problem and 
is illustrated by the following examples. 

15 Example 1 

After adding a predetermined amount of buprenorphine hydrochloric 
acid salt in a suitable container, a predetermined amount of propylene glycol, 
triacetin, ethanol, laiiryl alcohol, glycerol, BASF's KoUicoat MAE SOD™ as 
acrylate compatibilizer and pure water were added and stirred until the 

20 mixture became completely uniform. After adding a predetermined amount of 
hydroxyed-iyl cellulose (Mn: 250,000) and polyvinyl pyrrolidone herein and 
dissolving them uniformly, a predetermined amotint of a polyvinyl alcohol 
(degree of polymerization: 500-2,000) aqueous solution was added, mixed 
uniformly, and then cooled for about lOhr in a 4-10°C refrigerator. The 

25 composition of Example 1 is shown in the following Table 3. 
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Table 3 



Ooixvpositioix 


VwOnxeni t. /o j 


Buprenorpliine Hydrochloric Acid Salt 




Propylene Glycol 


19,0 


Triacetin (Glycerol Triacetate) 


8.5 


cmanoi 




Lauryl Alcohol 




Glycerol 




KoUicoatMAESOD™ 


8.3 


Pure Water 


5.7 


Hydroxyethyl Cellulose (Mn: 250,000) 


4.0 


Polyvinyl Pyrrolidine (Collidon 90™) 


10.0 


25% Pol5rvinyl Alcohol Solution (degree of 
polymerization: 500-2,000) 


24.0 


Total 


100.0 



In order to identify ihe increase of compatibility due to the acrylate 
polymer included in the present invention, the matrices obtained from 
5 Example 1 and Comparative Example 1 were sealed witia aluminum foil and 
kept at room temperature. The syneresed liquid portion was removed with 
Kim Wipes after 0, 1, 2, 4, 8, 16, 24, 48, 72 and 96hr. The weight of the matrices 
was measured and their change from the initial weight was calculated in %. 
The results are shown in FIG. 3 and the following Table 4. 
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Table 4 



Time (hr) 


Change of Matrix Weight (%, Mean ± S.D.) 


Comparative Example 1 


Example 1 




96.4± 0.84 


99.Q± 0.34 


2 


95.6± .089 


99.7± 0.21 




94.8± 0.21 


98.3± 0.74 


g 


an o-i- n iic 
yo.Z± U.io 


99.3± 0.52 


16 


92.0± 0.96 


99.0± 0.14 


24 


90.8± 0.91 


98.3± 0.38 


48 


90.4+ 0.38 


98.0± 0.78 


72 


90.0± 0.27 


97.7± 0.34 


96 


90.0± 0.41 


98.0± 0.24 



The weight change of the matrices prepared as in Comparative 
Example 1 was severe due to syneresation of the thermodynamically unstable 

5 composition wherein the lipophilic components were poorly compatible with 
the hydrophilic polymer base. In addition, volatilization of a volatile solvent 
like ethanol also contributed to weight loss in some degree. However, in 
Example 1 wherein an acrylate compatibilizer was used, there was little weight 
change due to phase separation even after 96hr at room temperature. 

10 Therefore, the hydxogel composition of the present invention exhibits superior 
compatibility Eind stability of the lipophilic penetration enhancer contained in 
a hydrophilic polymer base. 

Examples 2-14 were performed while adjusting the composition 
1 5 contents of the drug, the hydrogel polymer base and the lipophilic permeation 
enhancer. 
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Example 2 



Composition 


Content (wt.%) 


Estradiol 


1.0 


Propylene Glycol 


30.0 


Polypropylene Glycol Monolaurate 


7.0 


xitnanoi 




Cremophore RH 40™ 


0.8 


EudragitNESOD™ 


6.7 


Pure Water 


15.3 


Polyvinyl Pyrrolidine (Collidon 30™) 


4.0 


Maleic anhydride/ Vinyl Ether Copolymer (Gantrez 
AN 169™) 


21.2 


Total 


100.0 



5 



10 
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Example 3 



Composition 


Content (wt.%) 


Progesterone 


1.0 


Propylene Glycol 


27.0 


Lauroglycol (Lacroglyceryl FCC^**) 


7.0 


Ethanol 


15.0 


Cremophore RH 40^^^ 


6.0 


Eudragit NE 30D™ . 


6.7 


Pure Water 


15.3 


Polyvinyl Pyrrolidine (CoUidon 30™) 


4.0 


Maleic AiJiydride Copolymer (Gantrez AN 169tm) 


18.0 


Total 


100.0 
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Example 4 



Composition 


Content (wt.%) 


Albuterol 


2.0 


Propylene Glycol 


20.0 


Isopropyl Myristate 


6.0 


Isopropyl Alcohol 


12.0 


Cremophore RH 40™ 


15.0 


EudragitNESOD™ 


11.7 


Pure Water 


11.8 


Polyvinyl Pyrrolidine (Collidon 90™) 


4.0 


Maleic Anhydride Copolymer (Gantrez AN 169'^**) 


17.5 


Total 


100.0 



5 



10 
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Example 5 



Composition 


Content (wt.%) 


Nitroglycerin 


3.0 


Propylene Glycol 


15.0 


Triacetin (Glycerol Triacetate) 


10.0 


Ethanoi 


14.0 


Lauryl Alcohol 


3.5 


Lactic Acid 


2.0 


KollicoatMAESOD™ 


18.3 


Pure Water 


7.2 


Polyvinyl Pyrrolidine (CoUidon 90TM) 


4.0 


Maleic Anhydride Copolymer (Gantrez AN 
169™) 


23.0 


Total 


100.0 



5 
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Example 6 



Composition 


Content (wt.%) 


Captopril 


2.0 


Propylene Glycol 


12.0 


Triacetin (Glycerol Triacetate) 


7.0 


Ethanol 


8.0 


Lauryl Alcohol 


2.5 


Lactic Acid 


2.0 


KoUicoatMAESOD™. 


11.7 


Pure Water 


12.8 


25% Polyvinyl Alcohol Aqueous Solution (Degree of 
Polymerization: 500-2,000) 


32.0 


Maleic Anhydride Copolymer (Gantrez AN 169™) 


10.0 


Total 


100.0 



5 



15 
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Example 7 



Composition 


Content (wt.%) 


Pilocarpine 


2.0 


Propylene Glycol 


19.0 


Triacetin (Glycerol Triacetate) 


9.0 


Ethanol 


14.0 


Lauryl Alcohol 


0.7 


EudragitNE30D™ 


11.7 


Pure Water 


6.6 


Hydroxyethyl CeHulose (Mi,: 250,000) 


4.0 


Polyvinyl Pyrrolidine (CoUidon 90™) 


8.0 


20% Polyvinyl Alcohol Aqueous Solution (Degree of 
Polymerization: 500-2,000) 


25.0 


Total 


100.0 



10 
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Example 8 



Composition 


Content (wt.%) 


Diazepam 


2.0 


Propylene Glycol 


11.0 


Triacetin (Glycerol Triacetate) 


5.5 


Ethaiiol 


17.5 


Lauryl Alcohol 


0.6 


Nonanol (Nonyl Alcohol) 


0.6 


EudragitNE30D™ 


9.3 


Pure Water 


14.0 


Hydroxyetliyl Cellulose (Mn.- 250,000) 


4.5 


Polyvinyl Pyrrolidine (Collidon 90tm) 


11.0 


25% Pol5rvinyl Alcohol Aqueous Solution (Degree of 
Polymerization: 500-2,000) 


24.0 


Total 


100.0 



5 
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Example 9 



Composition 


Content (wt.%) 


Chlorpromazine 


2.0 


Propylene Glycol 


11.0 


Triacetin (Glycerol Triacetate) 


4.5 


Ethanol 


17.5 


Propylene Glycol Monolaurate 


2.0 


Nonanol (Nonyl Alcohol) 


0.6 


EudragitNE30D™ 


8.0 


Pure Water 


14.9 


Hydroxyethyl Cellulose (Mn: 250,000) 


4.5 


Polyvinyl Pyrrolidine (Collidon 90™) 


11.0 


25% Pol5rvinyl Alcohol Aqueous Solution (Degree of 
Polymerization: 500-2,000) 


24.0 


Total 


100.0 
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Example 10 



Composition 


Content (wt.%) 


Lidocaine 


2.0 


Propylene Glycol 


•19.5 


Triacetin (Glycerol Triacetate) 


5.0 


Ethanol 


14.0 


Lauryl Alcohol 


0.7 


Eudragit NE SOD™ 


12.7 


Pure Water 


6.1 


Hydroxyethyl Cellulose (Mn: 250,000) 


5.0 


Polyvinyl Pyrrolidine (Collidon 90™) 


11.0 


25% Polyvinyl Alcohol Aqueous Solution (Degree of 
Polymerization: 500-2,000) 


20.0 


Total 


100.0 
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Example 11 



Composition 


Content (wt%) 


Buprenorphine 


2.0 


Propylene Glycol 


19.5 


Triacetin (Glycerol Triacetate) 


9.0 


Etlianol 


14.0 


Lauryl Alcohol 


0.7 


Glycerol 


2.0 


EudragitNESODTM 


12.7 


Pxire Water 


12.1 


Hydroxyethyl Cellulose (Mn: 250,000) 


5.0 


Polyvinyl Pyrrolidine (Collidon 90™) 


11.0 


25% Polyvinyl Alcohol Aqueous Solution (Degree of 
Polymerization: 500-2,000) 


■ 12.0 


Maleic Anhydride Copolymer (Gantrez AN 169'"'*^ 


2.0 


Total 


100.0 



5 
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Example 12 



Composition 


Content (wt.%) 


Buprenorphine Hydrochloric Acid Salt 


2.0 


Propylene Glycol 


19.5 


Triacetin (Glycerol Triacetate) 


9.0 


Ethanol 


14.0 


Latiryl Alcohol 


0.7 


Glycerol 


2.0 


Eudragit NE SOD™ 


12.7 


Pure Water • 


12.1 


Hydroxyetliyl Cellulose (Miv 250,000) 


5.0 


Polyvinyl Pyrrolidine (CoUidon 90™) 


11.0 


25% Polyvinyl Alcohol Aqueous Solutiori (Degree of 
Polymerization: 500-2,000) 


12.0 


Total 


100.0 



wo 01/87276 



32 



PCT/KROl/00783 



Example 13 



Composition 


Content (wt%) 


Nicotine 


14.0 


Propylene Glycol 


10.0 


Triacetin (Glycerol Triacetate) 


4.0 


Ethanol 


15.6 


Lauryl Alcohol 


1.2 


Nonanol (Nonyl Alcohol) 


1.2 


Eudragit NE 30D™ 


6.7 


Pure Water 


15.3 


Hydroxyethyl Cellulose (Mn: 250,000) 


4.0 


Poljrvinyl Pyrrolidine (CoUidon 90™) 


8.0 


25% Polyvinyl Alcohol Aqueous Solution (Degree of 
Polymerization: 500-2,000) 


20.0 


Total 


100.0 



5 
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Example 14 



Composition 


Content (wt%) 


Prostaglandin-El 


2.0 


Propylene Glycol 


17.0 


Triacetin (Glycerol Triacetate) 


8.5 


Ethanol 


12.0 


Latiryl Alcohol 


0.5 


Glycerol 


4.0 


KoUicoat MAE SOD™ 


13.3 


Pure Water 


4.7 


Hydroxyethyl Cellulose (Mn: 250,000) 


4.0 


Polyvinyl Pyrrolidine (CoUidon 90^^) 


10.0 


25% Polyvinyl Alcohol Solution (degree of 
polymerization: 500-2,000) 


24.0 


Total 


100 



As explained above, the transdermal hydrogel composition according 
5 to the present invention contains an acrylate polymer as a compatibilizer such 
that a hydrophilic polymer base and a lipopliilic permeation enhancer Ccui be 
applied simultaneotisly in order to facilitate the effective local or general 
skin-penetration of the pharmacologically active drug. 

The above description and examples are intended to be illustrative and 
10 not limiting of the present invention. One skilled in the art will appreciate 
that there may be many variations and alternatives suggested by the above 
invention. These variations and alternatives are intended to be within the 
scope of this invention as set forth in the following claims. 
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CLAIMS 



What is claimed is: 

1. A transdermal drug delivery composition comprising a hydropMic 
5 polymer base, a drug, a lipoplailic permeation enl-iancer and a compatibilizer 
consisting essentially of an acrylate polymer wliich compatibilizes said 
lipophilic enhancer with said hydrophilic polymer base and which renders 
said composition thermodynamicaUy stable. 

10 2. The composition according to claim 1, wherein said acrylate polymer is 
within the range of 0.1-1 Owt.% based on the entire composition. 

3. The composition accordmg to claim 2, wherein said acrylate polymer is 
mcluded in the range of 2-8wt.% to tlae entire composition. 

15 

4. The composition according to claim 1, wherein said acrylate polymer is a 
copolymer comprising a 1:2 ratio of methyl methacrylate and ethyl acrylate 
expressed hy the following Formula (la). 



wherem the ratio of n' to m' is 1:2, n' is an mteger between 200 to 10,000 and 
25 m' is an integer between 400 to 20,000. 



20 




-CH2-C 

c=o 



(la) 




5. The composition according to claim 1, wherein said acrylate polymer is a 
copolymer comprising a 1:1 ratio of methacrylic acid and ethyl acrylate 
expressed by the following Formula (lb). 
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CH3- 




H 






-CH2-C — - 

c=o 




-CH^-C 

c=o 


(lb) 




? 










H 


n" 




m" 



wherein the ratio of n" to m" is 1:1 and n" and m" is an integer between 300 to 
10,000. 

6. The composition according to claim 1, wherein said acrylate poljnner heis 
10 average molecular weight in the range of 50KD to 5000KD. 

7. The composition according to claim 1, wherein said effective drug is one or 
more compoui-ids selected from tlie group consisting of beta-adrenaline 
activators, beta-adrenaline inliibitors, analgesics, antianginas, antiarrhythmic 

15 drugs, antidepressants, antiestrogens, antigonadotrophins, hypotensive drugs, 
anti-inflammatory drugs, anti-tumor drugs, anti-prostatomegaly drugs, 
antipsychotics, spasmolytics, antianxiety drugs, bronchodilators, calcium 
regulators, cardiotonics, dopamine receptors, liver enz5Tne inducers, estrogens, 
glucocorticoids, mineral corticoids, monoamine oxidase inhibitors, muscle 

20 relaxation drugs, narcotic antagonists, progestogens and peripheral 
vasodilators. 

8. The composition according to claim 7, wherein said effective drug is one or 
more analgesics selected from the group consisting of buprenorphine and 

25 fentanyls like fentanyl, norfentanyl, sufentanyl and alf entanyl. 

9. The composition according to claim 1, wherein said hydrophilic polymer is 
one or more compounds selected from the group consisting of pol5rvinyl 
alcohol, poljrvinyl pyrroHdone, maleic anhydride/ vinyl etiier copolymer, 

30 gelatin, alginate, hydroxyethyl methacrylate, cargeenane, hydroxyethyl 
cellulose, silicone rubber, agar, hydroxypropyl cellulose, hydroxypropyl 
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methyl cellulose, methyl cellulose, carboxyvinyl copoljoner, polyethylene 
oxide, polyethylene glycol, polyacryl amide, polyhydroxyetihyl methacrylate, 
polydioxolane, polyacrylic acid, polyacryl acetate, polyacryl amide and 
polj^inyl chloride. 

5 

10. The composition according to claim 9, wherein said hydropliilic polymer is 
one or more compounds selected from the group consisting of polyvinyl 
alcohol, polyvinyl pjnrolidone, maleic anhydride/vinyl ether copolymer and 
hydroxyethyl cellulose. 

10 

11. The composition according to claim 10, comprising 2-30wt.% of pol3rvinyl 
alcohol and 2-20wt.% of polyvinyl pyrrolidone based on said hydropliilic 
polymer. 

15 12. The composition according to claim 11, wherein said hydropliilic polymer 
further comprises 0.1-15wt.% of hydroxyethyl cellulose or 0.1-20wt.% of maleic 
anhydride/ vinyl ether copolymer. 

13. The composition according to claim 1, wherein said permeation erihancer is 
20 one or more compoimds selected from the group consisting lauryl alcohol, 
propylene glycol monolaurate, lauroglycol, isopropyl • myristate, triacetin, 
nonanol, oleyl alcohol, linoleyl alcohol, methyl laurate, glycerol monolaurate 
and glycerol monooleate. 

25 14. The composition according to claim 13, wherein said permeation enhancer 
is included in the range of 0.1-65wt.% to the entire composition. 

15. A transdermal drug delivery composition comprising a hydropliilic 
polymer base comprising 2-30wt.% of polyvinyl alcohol and 2-20wt.% of 
30 polyvinyl pyrrolidone of said hydropliilic polymer base; a drug; a 0.1-65wt.% 
of a lipophilic permeation enhancer based on the entire composition; and 
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0.1-1 Owt.% of a compatibilizer based on the entire composition, said 
compatibilizer consisting essentially of an acrylate polymer which 
compatibilizes said lipophilic enhancer with said hydropliilic polymer base 
and which renders said composition tliermodynamically stable. 

5 

16. The composition according to claim 15, wherein said acrylate polymer is 
included in the range of 2-8wt.% of the entire composition. 

17. The composition according to claim 15, wherein said acrylate polymer is a 
10 copolymer comprising a 1:2 ratio of methyl methacrylate and ethyl acrylate 

expressed by the following Formula (la). 









H 




15 


-CH2-C 

c=o 


n' 


-CH2-C 


(la) 



wherein the ratio of n' to m' is 1:2, n' is an integer between 200 to 10,000 and 
m' is an integer between 400 to 20,000. 

18. The composition according to claim 15, wherein said acrylate polymer is a 
copolymer comprising a 1:1 ratio of methacrylic acid and ethyl acrylate 
expressed by the following Formtda (lb). 



-CHj-C 



? 

C2HS. 



(lb) 



30 



wherein the ratio of n" to m" is 1:1 and n" and m" is an integer between 300 to 
10,000. 
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19. The composition according to claim 15, wherein said acrylate polymer 
has average molecular weight in the ran.ge of 50KD to 5000KD. 

5 20. The composition according to claim 15, wherein said hydrophilic polymer 
further comprises 0.1-15wt.% of hydroxyethyl cellulose or 0.1-20wt.% of maleic 
anhydride/ vinyl ether copolymer. 

21. The composition according to claim 15, wherein said permeation eiihancer 
10 is one or more compounds selected from the group consisting lauryl alcohol, 
propylene glycol monolaurate, lauroglycol, isopropyl myristate, triacetin, 
nonanol, oleyl alcohol, linoleyl alcohol, methyl laurate, glycerol monolaurate 
and glycerol monooleate. 

15 22. A transdermal drug delivery system comprising the transdermal drug 
delivery composition according to one of the claims 1 to 21. 
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